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(57) Abstract: The present invention relates to a resin-coated steel sheet for fuel tanks f an automobile and a resin solution used for 
the same. The resin solution of the present invention comprises (a) a main solution of water soluble phenoxy resin having a number 
average molecular weight of 25,000 to 50,000, (b) 2 to 15 phr of melamine resin on the basis of the main solution, (c) 10 to 20 phr of 
colloidal silica on the basis of the main solution, and (d) water soluble ethylene-acryl resin containing 50-80 % of ethylene and 50-20 
% of acryl resin and having a molecular weight f 20,000 to 50,000, in an amount of 5 to 15 phr on the basis of the main solution; 
Q and/or 0.5 to 3.0 phr of phosphoric ester on the basis of the main solution. The resin solution is coated on a cold-rolled steel sheet 
^ plated with zinc or zinc alloy ver which a cbromate layer films, and then dried at a local temperature of 140 to 250 °C to prepare a 
^ resin-coated steel sheet for fuel tanks of an autom bile. 
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RESIN-COATED STEEL SHEET FOR FUEL TANKS OF AUTOMOBILE 
AND METHOD OF FABRICATING THE SAME 

5 BACKGROUND OF THE INVENTION 

(a) Field of the Invention 

The present invention relates to an unleaded surface-treated steel 
sheet for fuel tanks of an automobile, more specifically, a resin-coated steel 
sheet coated with resin solution on the surface of unleaded surface-treated 
10 steel sheet coated with chromate layer and a method of fabricating the same. 

(b) Description of the Related Art 

Generally, it is required that fuel tanks for storing fuel of an automobile 
should have resistance to corrosion on its outer surface to be exposed to the 

15 atmosphere (hereinafter, referred to as the "cosmetic corrosion resistance") 
as well as resistance to corrosion on its inner surface to contact fuel such as 
gasoline (hereinafter, referred to as the "fuel corrosion resistance"). 

A fuel tank is usually made by press-forming steel sheets into cup- 
shaped upper and lower tank bodies, and welding the bodies to each other 

20 by resistance welding method such as spot welding or seam welding, or 
joining method such as soldering or brazing. In this respect, because two 
parts are joined each other in a fuel tank, good weldability and good 
processibility are required for the steel sheet to be applied for use in forming 
fuel tanks. 

25 A ternesheet that is a cold-rolled steel sheet plated with lead-tin alloy 

has widely used as a steel sheet for fuel tanks. However, the ternesheet 
have been limited in its use because it contains lead that causes 
environmental pollution. 

In this connection, extensive researches have been made to develop 

30 a surface-treated steel sheet for fuel tanks without using lead. 
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International patent publication No.WO 00/32843 invented by the 
present inventors discloses a plated steel sheet that does not use lead. The 
above patent provides an unleaded plated steel sheet coated with resin 
solution on the surface of zinc or zinc-based alloy plating steel sheet coated 

5 with chromate layer to improve cosmetic corrosion resistance and fuel 
corrosion resistance. 

The resin solution used for coating the unleaded plated steel sheet is 
phenoxy resin as main solution in the above invention. Since the phenoxy 
resin has a higher glass transition temperature (Tg) than other resins, it has 

10 better characteristics such as cosmetic corrosion resistance and fuel 
corrosion resistance than epoxy, acryl or urethan resin in a flat plane part 
which is not subjected to process. However, while seam processing, 
phenoxy resin has a problem of decreasing cosmetic corrosion resistance 
and fuel corrosion resistance due to high glass transition temperature in a 

is processing part. 

In order to improve the problem, there is a way to lower glass 
transition temperature of phenoxy resin, or to bond phenoxy resin layer and 
lower chromate layer chemically not to exfoliate the coating during seam 
processing. 

20 Japanese Patent Laid Open Publication No. Hei2-18981 discloses a 

way to lower glass transition temperature of phenoxy resin. The above 
invention relates to a method for reinforcing a coating adhesion between 
resin and the lower part which bond to the resin by lowering glass transition 
temperature of phenoxy resin and modifying resin molecules to a rubber. 

25 However, if the above method is applied to water-soluble resin, it is difficult to 
make water-soluble state when modifying it to a rubber, and to add rubber of 
water-soluble state into phenoxy resin of water-soluble state. 

SUMMARY OF THE INVENTION 

30 Therefore, the present invention is derived to solve the above 
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problems. The present invention provides a resin solution comprising 
additives lowering glass transition temperature of phenoxy resin without 
damaging physical characteristics of resin used for preparing resin-coated 
steel sheet. 

5 It is another object of the present invention to provide a method of 

fabricating resin-coated steel sheet for fuel tanks of an automobile which can 
improve adhesion between phenoxy resin and matrix metal by using the 
resin solution. 

In order to achieve the above objects, the present invention provides 

10 a resin solution comprising: 

(a) a main solution of water soluble phenoxy resin having a number 
average molecular weight of 25,000 to 50,000; 

(b) 2 to 15 phr of melamine resin on the basis of the main solution; 

(c) 10 to 20 phr of colloidal silica on the basis of the main solution; 

15 and 

(d) water soluble ethylene-acryl resin containing 50-80% of ethylene 
and 50-20% of acryl resin and having a molecular weight of 20,000 to 50,000, 
in an amount of 5 to 15 phr on the basis of said main solution; and/or 0.5 to 
3.0 phr of phosphoric ester on the basis of the main solution. 

20 In order to achieve the above objects, the present invention provides 

a resin-coated steel sheet for fuel tanks of an automobile coated with 
chromate film on cold-rolled steel sheet plated with a zinc (Zn) or zinc-based 
alloy wherein, the resin solution comprises: 

(e) a main solution of water soluble phenoxy resin having a number 
25 average molecular weight of 25,000 to 50,000; 

(f) 2 to 15 phr of melamine resin on the basis of the main solution; 

(g) 10 to 20 phr of colloidal silica on the basis of the main solution; 

and 

(h) water soluble ethylene-acryl resin containing 50-80% of ethylene 
30 and 50-20% of acryl resin and having a molecular weight of 20,000 to 50,000, 
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in an amount of 5 to 15 phr on the basis of the main solution; and/or 0.5 to 
3.0 phr of phosphoric ester on the basis of the main solution, 

said resin solution coated on the cold-rolled steel sheet with a coating 
thickness of 2-10 um after drying the resin coating. 

5 In order to achieve the above objects, the present invention provides 

a method of fabricating resin-coated steel sheet for fuel tanks of an 
automobile comprising the steps of coating the resin solution of claim 1 on 
steel sheet and baking drying it at 1 60-250 °C so as to have a coating 
thickness of 2-10 /m. The coating process of resin solution is preferably a 

10 roll-coating process. 

According to the present invention, it is possible to provide a steel 
sheet for fuel tanks which has improved coating adhesion after processing, 
cosmetic corrosion resistance, and fuel corrosion resistance without using 
lead by preparing resin solution comprising ethylene-acryl resin and 

15 phosphoric ester based on phenoxy resin. Comparing to the prior Pb-Sn 
plating steel sheet, the present invention can effectively prevent 
environmental pollution. In addition, quality of a fuel tank of an automobile is 
improved so that it meets to the requirement of consumers. 

20 BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a cross-sectional view of a coating layer of the resin-coated 
steel sheet for fuel tanks of an automobile. 

Fig. 2 is a diagram showing a bond between matrix metal and 
phosphoric ester added into resin solution. 
25 Fig. 3 is a diagram of roll-coating equipment which shows coating 

resin solution on a cold-rolled steel sheet. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

Preferred embodiments of this invention will be explained with 
30 reference to the accompanying drawing. 
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As shown in Fig. 1, the resin-coated steel sheet according to the 
present invention has a structure that zinc or zinc-nickel is plated on a cold- 
rolled steel sheet and chromate which contains 100 mg/m 2 of chrome is 
treated on the plated steel sheet, and resin solution of the present invention 
5 is coated in the thickness of 2-1 Opm- 

Low-carbon steel sheet having less than or equal to 0.03% of carbon 
content is used as the cold-rolled steel sheet in the present invention. 

Zinc (Zn), zinc-nickel (Zn-Ni) alloy, zinc-cobalt (Zn-Co) alloy, zinc- 
manganese (Zn-Mn) alloy or zinc-chrome (Zn-Cr) alloy may be used as the 
10 plating material. In the present invention, zinc-nickel (Zn-Ni) alloy steel 
sheet is preferably used because it has better cosmetic corrosion resistance 
than that of zinc-plated steel sheet. 

Chromate solution applied to zinc-nickel plated steel sheet includes a 
reactive type, electrolyte type, and coating type, in which coating type is 
15 preferable in terms of cosmetic corrosion resistance. When the chromate 
solution is applied to the steel sheet, it can be plated on one side or both 
sides. It is preferable to coat on both sides. 

However, in case of resin solution, it can be alternatively coated on 
one side or both sides depending on the needs of consumer. 
20 Such an alternation depends on the welding condition when the resin- 

coated steel sheet is used for manufacturing fuel tanks. That is, in case of 
high current condition that is easy for welding and frequent replacing of 
electrolyte, it is preferable to use steel sheet coated on both sides whereas 
in case of low current condition and infrequent replacing of electrolyte, it is 
25 preferable to use steel sheet coated on one side. 

When manufacturing a fuel tank by a steel sheet coated with resin on 
one side, it is preferable to weld the tank by placing the coated side to face 
to fuel side and chromate-coated side which is not coated with resin to face 
to outer side. Thus, it makes welding easily because the welding electrolyte 
30 does not contact with resin part. In addition, if necessary, paint is applied to a 
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side which is not coated with resin in the thickness of about 1 00 micrometer 
so to reinforce corrosion resistance of fuel tank, thus, it has little influence to 
corrosion resistance. 

Hereinafter, the resin solution used in the resin-coated steel sheet of 
5 the present invention will be explained in detail. 

The resin solution of the present invention is prepared by adding at 
least one of ethylene-acryl resin or phosphoric ester to a basic solution 
mixed with melamine resin and colloidal silica based on phenoxy resin as a 
main solution. 

10 It is preferable to use a main solution of phenoxy resin having a 

number average molecular weight of 25,000 to 50,000. When the number 
average molecular weight is less than 25,000, it is difficult to have desired 
material properties. When the number average molecular weight is more 
than 50,000, it is impossible to synthesize the resin due to the limitation of 

15 synthetic process. 

Phenoxy resin has excellent cosmetic corrosion resistance and fuel 
corrosion resistance by the following reasons. 

The most characteristic property of phenoxy resin is high glass 
transition temperature(Tg). In case of urethan, epoxy, and acryl resin, glass 

20 transition temperature of these is around or less than 50 °C, although it 
depends on the molecular weight. However, glass transition temperature of 
phenoxy resin is 100°C. High glass transition temperature means high 
movement temperature of resin chain. Thus, since the resin chains do not 
show Brown movement below the glass transition temperature, they have 

25 primary protecting-effect against outer low molecular corrosion element such 
as moisture or gasoline. That is, if resin chains show Micro Brown movement, 
the low molecules easily infiltrate between moving chains so that corrosion 
elements can easily infiltrate. Therefore, resins with high glass transition 
temperature have screening effect against matrix metal. Particularly it shows 

30 very high screening effect in a flat plane part. 
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Phenoxy resins, however, have the following shortcomings. That is, 
since resin coating is very hard, if it is subjected to process, it shows lower 
drawing than a resin with low glass transition temperature. In addition, since 
phenoxy resin has a weak adhesion with lower metal coating layer, if it is 
5 subjected to process harshly, resin coating is cracked and the adhesion of 
coating become weaken. Furthermore, if the resin is subjected to process 
more severe, resin coating exfoliates so that corrosion elements easily 
infiltrate into the metal coating layer of matrix metal, which results in more 
corrosion. 

10 In manufacturing a fuel tank of an automobile, in order to improve 

formability during processing, press oil is coated before processing and then 
the oil is removed. However, the oil removing process makes resin hard. 
Thus, it cannot expect to have original screening effect because there is 
damage by the oil removing process in a weak adhesion point. Accordingly, 

15 it is preferable to use poly-alloy or poly-blend comprising other resin with 
good adhesion and drawing ratio than pure phenoxy resin. 

The requirements for the other resin forming poly-blend are as follows: 
First, it has to have compatibility with water-soluble phenoxy resin not to 
result in gelation or sludge. Second, it does not have influence to the original 

20 excellent characteristics of phenoxy resin such as cosmetic corrosion 
resistance and fuel corrosion resistance and simultaneously it has to lower 
glass transition temperature of the whole resin, thereby it improves the 
coating adhesion. 

The resin which meets the above requirements is ethylene-acryl resin. 

25 There are two methods to add ethylene-acryl resin to phenoxy resin. 

One is chemical method to bond ethylene-acryl resin to phenoxy resin. The 
other is physical method. The physical method is preferable. 

Since ethylene-acryl resin used in the present invention is synthesized 
in gas phase and already water-soluble state, it is impossible to synthesize 

30 phenoxy resin of water-soluble state and ethylene-acryl resin of water- 
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soluble state. This is why the chemical method is not appropriate in the 
present invention. 

Ethylene-acryl resin used in the present invention has molecular 
weight of 20,000 - 50,000. This includes 50 - 80 % of ethylene and 50 - 

5 20 % of acryl resin. If acryl resin is comprised less than 20 %, it is impossible 
to make a soluble state whereas If acryl resin is comprised more than 80 %, 
the glass transition temperature becomes high and adhesion becomes poor. 
The content of ethylene-acryl resin is preferably 5 -15phr(parts per hundred 
resin). If the content is less than 5phr, coating adhesion effect is less 

10 whereas if more than 15phr, fuel corrosion resistance decreases. Since 
gasoline is a typical carbohydrate compound of carbon and hydrogen, it has 
very similar structure to ethylene resin comprising carbon and hydrogen, thus 
gasoline penetrates into ethylene-acryl resin and then is swelled. This is the 
reason that the fuel corrosion resistance decreases. 

15 In order to improve coating adhesion of resin, there is a method to 

introduce additives other than making poly-blend. 

The role of additives reinforces adhesion between phenoxy resin and 
lower chromate layer during seam processing. Mechanism of phosphoric 
ester of the additive used in the present invention is explained referring fig. 2. 

20 Fig. 2 shows molecular structure of phosphoric ester. Hydroxyl group 

of phosphoric ester forms hydrogen-bond with hydrogen atom of water 
molecule, which prevents infiltrating of moisture and improves cosmetic 
corrosion resistance. Oxygen of phosphoric ester bonds with metal ion of 
surface layer and improves coating adhesion. 

25 The content of phosphoric ester is preferably 0.5-3.0phr on the basis 

of phenoxy resin. If content of phosphoric ester is less than O.Sphr, the effect 
of adhesion decreases. If content of phosphoric ester is more than 3.0phr, 
there is no effect according to the increase of amount. 

In order to complement shortcoming of phenoxy resin, it is possible to 

30 combine both ethylene-acryl resin and phosphoric ester or combine 
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optionally. In case of combining both of them, glass transition temperature of 
phenoxy resin lowers and ions of phosphoric ester bonds with metal, which 
improve coating adhesion after processing of phenoxy resin. 

Furthermore, melamine resin as a hardener can be added to the resin 

5 solution of the present invention. 

The content of melamine resin is 2-15phr on the basis of phenoxy 
resin. It is preferable to select melamine resin which has high reactivity. If 
content of melamine is less than 2phr, hardening reaction is not sufficient 
after resin coating so that desired physical characteristic is not obtained. On 

10 the contrary, if content of melamine is more than 15phr, reactions between 
hardeners themselves occur so that it adversely influences to the physical 
characteristics of coating layer. 

Further additive added to the resin solution of the present invention is 
colloidal silica. Colloidal silica is added to improve cosmetic corrosion 

is resistance of resin. The content of colloidal silica is preferably 10-20phr on 
the basis of phenoxy resin content. If content of colloidal silica is less than 
10phr, it is too little to have cosmetic corrosion resistance effect. On the 
contrary, if content of colloidal silica is more than 20phr, there is no improved 
effect of cosmetic corrosion resistance relative to the added content of 

20 colloidal silica. 

Hereinafter, a method of fabricating resin-coated steel sheet using 
resin solution of the present invention is explained. 

The resin-coated steel sheet of the present invention is manufactured 
by treating chromate on zinc or zinc alloy plated steel sheet, baking drying, 

25 coating resin solution and baking drying the steel sheet. 

Thickness of the resin coating which is coated on upper side of 
chromate layer is preferably 2.0-10.0 w> If the thickness is less than 2.0 ym, 
the thickness of the coating is too thin to have sufficient cosmetic corrosion 
resistance and fuel corrosion resistance. On the contrary, if the thickness is 

30 more than 10.0 im, there is no influence to cosmetic corrosion resistance and 
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fuel corrosion resistance according to increase of the thickness as well as 
weldability decreases. 

Baking temperature after coating the resin solution is preferably 160- 
250 °C based on metal temperature(MT). If baking temperature is less than 
5 160°C, hardening reaction of the resin is not sufficient to have cosmetic 
corrosion resistance and fuel corrosion resistance. On the contrary, if the 
baking temperature is more than 250 C C, hardening reaction does not occur 
any longer and loss of calories increases. 

Coating processes of steel sheet include roll coating, spray, 
10 impregnation and so on. It is preferably to use roll coating process in the 
present invention. 

Fig.3 shows roll coating equipment used for treating chromate and 
coating resin solution. The coating process according to fig.3 comprises 
dipping resin in a drip pan into pick-up-roll (P. U.R), transferring it by a 
15 transfer-roll (T.F.R), dipping it into steel sheet in the applicator-roll(A.p.R), 
and drying in the oven. The amount of resin attached to the steel sheet is 
regulated by each roll driving direction, rolling speed, and each roll adhesion 
pressure. 

In the present invention, the above roll coating process can be 
20 applicable to one side or both sides of steel sheet. 

Now, preferred embodiments are suggested to help the apparent 
understanding of the present invention. The below embodiments are 
provided for the sake of clear understanding only and the present invention 
is not limited thereto. 

25 

Embodiment 

Example 1 

A composition of phenoxy resin with number average molecular 
weight of 50,000, 5 phr of melamine resin as a hardener, 15 phr of colloidal 
30 silica with particle size 20nm and 2phr of wax is referred to as a standard 
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solution composition unless other specific note. In addition, the following 
method is referred to as a standard method of manufacturing steel sheet: 
treating chromate on electric zinc and zinc alloy plated steel sheet with plate 
amount of 30g/m 2 , baking drying so as to make metal temperature of 160°C , 

5 cooling it, coating resin solution prepared by various composition, baking 
drying so as to make metal temperature of 190 "C, and forming resin-coated 
steel sheet with dried coating thickness of 3/an. 

After preparing resin solution by mixing ethylene-acryl resin of which 
weight ratio is 80:20 of ethylene to acryl with the above standard solution 

10 according to the content of below table 1, the resin-coated steel sheet was 
manufactured by coating the resin solution on the steel sheet plated with zinc 
of 20-30g/m 2 and treated with chromate of 100mg/m 2 by roll-coating process, 
baking drying so as to make metal temperature of 190°C, water-cooling and 
forming resin-coated steel sheet with dried coating thickness of 3^i. 

15 The cosmetic corrosion resistance of the steel sheet prepared by the 

above process was measured in a processing part by using a salt spray test. 
A specimen for measurement was prepared by cutting flat plane into 95mm, 
preparing a cup with diameter of 50mm and height of 25mm, taking out the 
cup from salt spray after 500 hours, washing with distilled water and drying. 

20 According to the amount of occurrence of rust, the grades of cosmetic 
corrosion resistance were classified in the following way and table 1 showed 
the result. 

Circle in circle (©): The area of occurrence of white rust is 5% or 
less with respect to the total area of a specimen. 
25 Circle (0 ): The area of occurrence of white rust is in the range of 5- 

30% with respect to the total area of a specimen. 

Square (□ ): The area of occurrence of white rust is in the range of 
30-50% with respect to the total area of a specimen. 

Triangle (A): The area of occurrence of white rust is in the range of 
30 50-1 00% with respect to the total area of a specimen. 
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In addition, in order to measure coating adhesion after processing, 
two types of mode were used. The first mode was to measure exfoliated 
area of resin after detaching cellophane tape that was attached to around of 
cup specimen with diameter of 50mm and height 25mm cut from flat plane of 
5 95mm. The second mode was to measure the same method as the first 
mode after applying ultrasound to 10% caustic soda solution for 3 minutes at 
50 °C and washing. Then, coating adhesion was measured according to the 
below grades and table 1 showed the result. 

Circle in circle (®): The exfoliated area is 0%. 
10 Circle (0 ): The exfoliated area is 1 -5%. 

Square (□ ): The exfoliated area is 5-10%. 
Triangle (A): The exfoliated area is 10-20%. 
X: The exfoliated area is more than 20%. 

Fuel corrosion resistance was measured as follows: Aflat plane facing 

is to fuel is cut into 95 mm, and formed to cups with diameter of 50 mm and 
height of 25 mm. Three kinds of solution of 25ml were poured into the cups. 
Thereafter, the opening portions of the cups were covered with transparent 
glass plates by interposing circular "O" rings and fixed with clamp to prevent 
gasoline from leaking. The solutions were classified into A type, B type and 

20 C type. For the A type solution, regular gasoline was mixed with 5% of 
sodium chloride (NaCI) aqueous solution. For the B type solution, regular 
gasoline was mixed with 0.2% of sodium chloride. For the C type solution, 
85% of regular gasoline was mixed with 14% of methanol and distilled water 
containing 60ppm of formic acid and 20 ppm of CI ion. 

25 In order to simulate driving situation of automobile, rocking 

equipment was used such that the solution contained in the cup was in 
rocking motion. The cups were allowed to stand for 4 months. Then, the 
cups were taken put, washed by distilled water, and dried. According to the 
amount of occurrence of rust, the grades of fuel corrosion resistance were 

30 classified in the following way and table 1 showed the result. 
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Circle in circle (®): The area of occurrence of white rust is 5% or 
less with respect to the total area of a specimen. 

Circle (0 ): The area of occurrence of white rust is in the range of 5- 
30% with respect to the total area of a specimen. 
5 Square (□ ): The area of occurrence of white rust is in the range of 

30-50% with respect to the total area of a specimen. 

Triangle (a): The area of occurrence of white rust is in the range of 
50-100% with respect to the total area of a specimen. 

X: Red rust occurred. 

10 
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20 



25 
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The above table 1 shows the result of measurement according to the 
various contents of ethylene-acryl resin as an additive and melamine resin as 
5 a hardener. As can be seen in table 1 , when content of ethylene-acryl resin 
is more than 20phr, coating adhesion and cosmetic corrosion resistance is 
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good but fuel corrosion resistance decreases. In addition, when ethylene- 
acryl resin content is less than 5phr, the comparison examples show inferior 
characteristics to the examples of the present invention. 

5 Example 2 

After preparing resin solution by mixing phosphoric ester as an 
additive with the above standard solution according to the content of below 
table 2, the resin-coated steel sheet was manufactured by coating the resin 
solution on the steel sheet plated with zinc of 20-30g/m 2 and treated with 

10 1 00mg/m 2 of chromate by roll-coating process, baking drying so as to make 
metal temperature of 190°C, water-cooling and forming resin-coated steel 
sheet with dried coating thickness of 3/zm. After measuring same as Example 
1 , the result was shown in table 2. 

15 
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The above table 2 shows the result of measurement according to the 
various content of phosphoric ester resin as an additive and melamine resin 
as a hardener. As can be seen in table 2, when content of phosphoric ester 
5 resin is in the range of 0.5-3.0phr, coating adhesion after processing is 
improved. However, when phosphoric ester content is more than 3.0phr or 
less than O.Sphr, the comparison examples show inferior characteristics to 
the examples of the present invention. 

Meanwhile, when both phosphoric ester and ethylene-acryl resin as 
10 additives are mixed to the resin solution of the present invention, it shows the 
same or excellent effect than that of each additive is mixed as the above 
examples. 
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WHAT IS CLAIMED IS: 

1 . A resin solution used for preparing resin-coated steel sheet for fuel 
tanks of an automobile comprising: 

(i) a main solution of water soluble phenoxy resin having a number 
5 average molecular weight of 25,000 to 50,000; 

(j) 2 to 15 phr of melamine resin on the basis of said main solution; 
(k) 10 to 20 phr of colloidal silica on the basis of said main solution; 

and 

(I) water soluble ethylene-acryl resin containing 50-80% of ethylene 
10 and 50-20% of acryl resin and having a molecular weight of 20,000 to 50,000, 
in an amount of 5 to 15 phr on the basis of said main solution; and/or 0.5 to 
3.0 phr of phosphoric ester on the basis of said main solution. 

2. A resin-coated steel sheet for fuel tanks of an automobile coated 
with chromate film on cold-rolled steel sheet plated with a zinc (Zn) or zinc- 
is based alloy wherein, the resin solution comprises: 

(m) a main solution of water soluble phenoxy resin having a number 
average molecular weight of 25,000 to 50,000; 

(n) 2 to 15 phr of melamine resin on the basis of said main solution; 
(o) 1 0 to 20 phr of colloidal silica on the basis of said main solution; 

20 and 

(p) water soluble ethylene-acryl resin containing 50-80% of ethylene 
and 50-20% of acryl resin and having a molecular weight of 20,000 to 50,000, 
in an amount of 5 to 15 phr on the basis of said main solution; and/or 0.5 to 
3.0 phr of phosphoric ester on the basis of said main solution, 
25 said resin solution coated on said cold-rolled steel sheet with a 

thickness of 2-10 vm after drying of the resin coating. 

3. A method of fabricating resin-coated steel sheet for a fuel tank of 
an automobile comprising the steps of: 

coating the resin solution of claim 1 on steel sheet; and 
30 baking drying it at 1 60-250 °C so as to have a coating thickness of 2- 
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10 //m. 

♦ 4. The method of fabricating resin-coated steel sheet of claim 3, 

wherein coating process of said resin solution is a roll-coating process. 
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III-2 


Applicant and/ r inventor 




111-2-1 


This person is: 


applicant, and inventor 


III-2-2 


Applicant for 


US only 


III-2-4 


Name (LAST, First) 


CHANG, Sam-Kyu 


III-2-5 


Address: 

/ 


1, Koedong-dong, Nam-ku 

790-785 Pohang-shi, Kyungsangbuk-do 

Republic of Korea 


III-2-6 


State of nationality 


KR 


IH-2-7 


State of residence 


KR 


ltl-3 


Applicant and/or inventor 




II 1-3-1 


This person is: 


applicant, and inventor 


III-3-2 


Applicant for 


US only 


III-3-4 


Name (LAST, First) 


NOH , Sang-Geol 


HI-3-5 


Address: 


1, Koedong-dong, Nam-ku 

790-785 Pohang-shi, Kyungsangbuk-do 

Republic of Korea 


III-3-6 


State of nationality 


KR 


III-3-7 


State of residence 


KR 


III-4 


Applicant and/or inventor 




111-4-1 


This person is: 


applicant and inventor 


III-4-2 


Applicant for 


US only 


III-4-4 


Name (LAST, First) 


CHO, Soo-Hyoun 


III-4-5 


Address: ^ 


7 Of) — 7 R S Pohancr-shi KvuncrfiaT^erfetilc — fio 

Republic of Korea 


III-4-6 


State of nationality 


KR 


III-4-7 


State of residence 


KR 


IV-1 


Agent or common representative; or 
address for correspondence 






The person identified below is 
hereby/has been appointed to act on 
behalf of the applicant(s) before the 


agent 




competent International Authorities as: 




IV-1-1 


Name (LAST, First) 


KIM, Won-Ho 


IV-1 -2 


Address: 


Teheran Bldg. , 825-33 
Yoksam-dong , Kangnam-ku 
135-080 Seoul 
Republic of Korea 


IV-1 -3 


Telephone No. 


82-2-3458-0700 


IV-1 -4 


Facsimile No. 


82-2-553-5254 


IV-1 -5 


e-mail 


email@youme . com 


V 


Designation of States 




V-1 


Regional Patent 

(other kinds of protection or treatment, if 
any, are specified between parentheses 
after the designation(s) concerned) 


EP: AT BE CH&LI CY DE DK ES FI FR GB GR 
IE IT LU MC NL PT SE TR and any other 
State which is a Contracting State of 
the European Patent Convention and of 
the PCT 


V-2 


National Patent 

(other kinds of protection or treatment, if 
any, are specified between parentheses 
after the designation(s) concerned) 


CN IN JP US 
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V-5 


Precautionary Designati n Statement 
In addition to the designations made 
unoer nems v- 1 , m-c ano v-j, ine 
applicant also makes under Rule 4.9(b) 

all Ucoiyi la Liu I io wiiii^n wuuiu lsc 

permitted under the PCT except any 
designation(s) of the State(s) indicated 
under item V-6 below. The applicant 
declares that those additional 
designations are subject to confirmation 
and that any designation which is not 
confirmed before the expiration of 1 5 
months from the priority date is to be 
regarded as withdrawn by the applicant 
at the expiration of that time limit 




V-6 


Exclusion(s) from precautionary 
designations 


NONE 


VM 

VI-1-1 
VI-1-2 
VI-1-3 


Priority claim of earlier national 
application 

Filing date 

Number 
Country 


12 November 1999 {12 

1999-50110 

KR 


.11. 1999) 


VII-1 


International Searching Authority 
Chosen 


Korean Industrial Property Office (KIPO) 
(ISA/KR) 


VIII 


Check list 


number of sheets 


electronic file(s) attached 


V/lll 1 
VIII- I 


Ron i i^qI 


4 




VIII-2 


Description 


12 




VIII-3 


Claims 


2 




VIU-4 


Abstract 


1 


opp000860kr . txt 


VIII-5 


Drawings 


2 




VIII-7 


TOTAL 


21 




Accompanying items 


paper document(s) attached 


electronic file(s) attached 


Vlll-8 


Fee calculation sheet 






VIII-16 


PCT-EASY diskette 




diskette 


VIII-18 


Figure of the drawings which should 
accompany the abstract 


1 


VIII-19 


Language of filing of the international 
application 


Korean 


IX-1 


Signature of applicant or agent 






IX- 1-1 


Name (LAST, First) 


KIM, Won-Ho 
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purported international application 






10-2 

10-2-1 
10-2-2 


Drawings: 
Received 
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10-3 


Corrected date of actual receipt due 
to later but timely received papers or 
drawings completing the purported 
international application 




10-4 


Date of timely receipt of the required 
corrections under PCT Article 11(2) 




10-5 
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ISA/KR 
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^iloil c|| & una 

(a) tt€ ol 7|#^o^ 

^x|n|^2J-g- gj 0|E-|£h ^x|n|^^nho| ausgj-gofl shot- ^ojcK 

(b) #HH7|# 

x^xh°| gs# *H&*h& oHS.^3(fuel tank)-fe PPIg^l ^^oil 
^ n|Aj 4! (cosmetic corrosion resistance)^ {gjty 1J--E- °jS.oi| 

4= ?icH o): -^-^ xHfj-^ (fuel corrosion resistance) o| S.^P-5!^K 

S(spot) s.[ -fej(seam) #s| ^f§§g°S §§°W L i 
(soldering) SE-b « all o|*j (brazing)*!- af H o^°S S£r*rOl Wt}^. o| 
<^ S0 | x r **rS °JS^3^ ^ 7Hs| ^St S>#ol Sfj-spl oH-S-ofl 

e^e-s- as^ewi y-^^is x °s y-e u-frSh a^skb 

3. *I|2A|l4 a^o> APISr nH feWI sl& £r3 S« S ^f-SfS- 

c r -& -£*IISo| sioi n a^o| ff*i|£|o| 

o| EH oh 0 |^ ffllSoil y# Ah&* r *l ate ^^£3^£H>l| Pith 1- # 

^| ol^-oixm °icK 

g^HeiS 3511 W0 00/3284327 ^ SJc|-. 0| fcj-g-S- o[oi §y o^H-^- £.-^&o)| 

L(j<MAj^ L||OjSAH° otAj.A|?|H' °JCK 

ii||^A|^x|# a^^ii 5i^K ne^r, o|b|# eH^a|^x|^ °jhj- ^*|Sc* 

#0J| b|5H MjAlAH ol LljOj^AHol l_|-E(-l-4| ^| Si, 

7|.g«0||A^ ^X|o| ±2. ^a|£IO|-E£o| o^gt OH €0|| ^j7hgA| @^0|| H|§H 
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0|Bi°h S3I3# 7H<fcj3p| *|& H JS°^ E||^A|-X|°| ^LE|20|^£ 

A|7i-gA|oii£ £°toi 7H Aj o|--c- &m mo\ SICK 

5 2||^a|^x|o| #a|3o|S£« ^t=t H JS°ir US- ^?ms. S 

2-18981 2icK o| u||^a|^x|°| ^a|*]o|§£# *teW^Ai 

^ £ (.a|7|^ ^0)1 ^o|ch -zlbM o|aj*i- ^r-§-^*|oil ?1§t S 

° ( H^-S. S-^m CH CHgH ^§5^ fill ±SrA|^x| CHI ^g£FS H-^-i- 

10 o|2iS sap i- ai^. 

Bi-Sl oil 2°-t 

S| *l|S0|| A|-§S|^ ^X|§QH# #E|*j ^AHg £-^ A |7|X| 0|^A|^ 

XI SI #Bl30|§£e*# S|-£J A|ZJ ^ 01^ £PWI* £7^ ^tX|§oh° x|| 
15 -b ^jO|DK 

^-°g °| BE C|-# 0|£-|S!- ^|§ 0 -«t 0|#S|-0i Ir||^A|^X|£|. ± 

A|-=^o| St^A|^ ^ XI--S-*!- ^X|E|^U#S| 

01 bis- 7|#sj Ugsp| ^l°.K -g- fcj-gsi -^goii *h§-x|- ojs. 

20 g3§ 5S*|a|2m§ *I|3E*|-7| *|£h ^X|S.QH^ 

(a) ^§2 ■g-xntoi 25000-50000°! e||^a|^x|°| ^?H|s.QH; 

(b) £PI ^.7H|-aqHo|| meH 2~12phr£| ^a|-°l^x|; 

(c) 4P| ^*U-§-^o|| msH 10~20phrs| gsoig- ^a|?F:# stJ-sioi, 
o=p|o|| 

25 (d) ^X|-iro| 20000 -500000U, o|| ! 2|- o|-HS^xp|- ZJ-Zf 50-80%, 

50-20% U-frl! ^r#£! 0||1 a|| -0^1^X| » ^7| ^*||-§-°Ho|| 
5~15phr; ZLZ.\3-/ SEfe- &7\ ^HlS^on qsH 0.5-3.0phrS| oj/4_ 
o||E|| e;» 
Sl^oFOi ol^-CHxi Sjc^ 

30 Sfi|2| 5E c|-# ^g-E 0|-°j SEfe- 0|-°j fj-^Ol y^2HEK>|| 

CHI ol e e|s|- *|&|£! sa^aiaeoil 5icHAi 5 
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(e) §-*H*o| 25000-50000°] ^§ah 5||^A|^x|a| ^*U#°H; 

(f) #7 1 ^l-2-Qtjoil cHsH 2~12phrs| ffla|-E!^l; 

( g ) 4J-7| ^*)|-§-°ijo|| qsH 10~20phr^| #^.o|^ -feJapl-:* 

0=|7|0|| 

5 (h) -g-Xl-ifOl 20000 -5000OO |2, oi|^aji2|- o^S^Ph ^ 50-80%, 

50-20% IHfS cH|^Bjj-o^^^x|# ^ 7 1 ^7i|gqHcH| 

5~15phr; nam/ St ^*H#°»ot| z.m 0.5-3.0phr£| el^- 
<H|E||s;* ^lho|-oi o|^<H2 ^x|§oh§ 

10 2-10^ SI °JSya§ ^*l*l^£m# *l|gtW| 5icK 

^ ^o|o| l£ c ^ s§§ o|-oj SE-^ o|-oj U-^-ol a^i^&oll 
□||o|^ H|at jqais THEIRS ^o)| Sic^Ai, x||i§-s| ^x|n|^-§- 

oh g 5ES°hO^ 1 60-250 °C2| rfc^f^SS ZjZEsKH 2^ 2-IO/an7h 

15 sms n^%o\\ sick 0471*1 -x|ii|^#qHo| £S s 2§g£s 
s s-^ ^s-^ jiii^a|4:x|oii oiigg-oi-ati^xi a! ej-ti-oii^Eii 

2i7H| l|cK ojSga§ 2ms| ^*J£| ©4*o| 7fe*|-c*| ^2.x\z\ 

s^oii m *h m ^ si^F. 

BRIEF DESCRIPTION OF THE DRAWINGS 

25 EhS£0|cK 

S. 2-=- ttJ-SS| ^X|-i-OHoj| *j7^|^- 2lAi-Ol|^E|| s.7^ § 

30 . *Soi| qth AUi|o[ ajd| 

0|*K ^SO| ^SR^ 7|# ^OfcO]|*1 #^o| 7^ €■ tt-S 
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e as oil ^x|2|s^-e £-ioiiahs>i- i>oi, y°j&e^oii oi-oj ^ 

oh^-u|S *j7|£-=S0| ^eWI, 3§£| 

o| 100mg/m- o| s=|£J= a^miolH c^, S ^oi| a|°h ^x|#°Jj# 

M ^-o4o]|A-| A 7|S. ^nis. Ej-^si-atol 0.03 % 0|S|-°! *i ii"^ 2J- 

°S yjz_kn§£!- yi£2me a^#^«cK 

0|E^o|- yoj^Dj-o| s^cH| o^(Zn)o|i4 o\<£-t~\M 

(Zn-Ni). o^-^^-M(Zn-Co), 0^-gJ-Z.KZn-Mn), o|-oj-a#(Zn-Cr)#s| o(-°j 

*i u-^# A[^m ^ skk s ^aoiiA-ife. o^°} ^ act 

LfjAj^Ol Ol-ojf,^ S.^&Eh'B] 0|-°j-L|aj A^§|-«C|-. 

o^-MSi £=^e-o|| £S=|-& 3SDi|o|^#°Jj-E- ^§1, S*HS, £S 
So| Si-fe-cil, ^ °d oh| ah -^^°!- £SSo| #cK a.£D||o| ^S^S £.53- 

oi si a- ^-e- a^iioii oigs^oi m 

S-S^Zdoil cul-a-h Sfa^^l-. ^, #3 o| #o|& ZL S^^Zd^l- 3 = 
S W ja&sfe Sh^I^ ^ ^^0\\ ilfft A^S|-b 5jO| ti[ 

^31 ^jl, xi 5j#^Zi^ jH*I|s|-*I Sfe § °°il-^ *h sf°io||°! ^ 

xpl- a-fi-S a^s^ ^0| tin^s|*|-ch. 

*|°40| £££|- 5^-=- ^o^. °J=^7j| o|-2L ^X|7|- E|*£|X| Si'-s. ojoj H^DflO| 
B u o^£S -gS^WI §SS ^r^PI- ^ir^l &^ ^S-oflAi 

^tii si oh tin m ^ sj^i s^k nam, ^pi- s-e h 

ctHSoil uijAi^oil d|^|^ 7H°| <Zi^H m ^ 511 

o|§W|AH-^ m ^-i|°| ^x|n|^efo|| -Al-SS- ^x|-g-qHc»| cH ^ho=| 
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S asisl ^*)|g°N°S. 0^7 1 0)| EjB|-5J^ 

S£0|Q- ^B|?pF l^t^ 7|-£#°!<0|| 0)|^Bj|-Oh3l^^l SEfe £! 

£}-0||^E|| e# *[L-[ 0|£J- ^7^|-0i X)|^£|CK 

5 o| 2°!52i-5£i°j a^sj^cK ^l-^o| 2°}55i o|*|-o|E ^rlfol 

°hoi u-^ol *7|-*|-7| c4|^o|cK 

oil^A|^x|^- u|)^^ §J Lflgsgol dH^ ^S-ell, n o|^ q-^nh 

10 E||^X|^X|-^ cF# ^*|S>h^ ^# Mgg 7[7|2 SJ£d1, 7|-§- 

^.a^° -ff£|£jo|s.£(Glass Transition Temperature-Tg)7F fech^ 3do|cK ^, 
^slIiK ofl^A| t o^l^x|o| ^ £-*Hfo)| n[3.[ ^^^l-g £J-o|*M ^a|*jo| 
S£7|- qpH 50"C^e S-fe- Zl 0|*h«jc|| d|5|), H||^A|^x|o| 100TDO|CK 
o|s>l- a-oi fee ^f£|£!o|g£-& ^*|a|-#o| ssjol-fe- S£7|- fecH= ^« a|n| 

15 5)o Si ^aisoiss. 0|ShS| ^^0)|A^ ^X|X|-*)|°| A^#0| DhO|3.S« 

oil cHshoi ix^oj ^om^S M-EhfcHcK ^, a^o| Dfo|asMaf§ 

^ g^0|^ A^A^O|^ X-j-g-X^ £|7fl U £|CH ^Alo|^^ S o| 

*J -^^l- -g-olsH ^o|ch. cchaw, fe-E- ^a|£jo|^s°| ^x|-^ zl°i-# 

20 ^o)i ens- xhhia^pi- h-m. s&^ho)|ah^ swia- ^7h 

5^K 

Zl&|i_h. ii)|^A|^x|^ ci^o) cymm SKK 

^, ^x|i°t-E- *W|7F ^^(hard)ol-oi, 7|-gS £>?)| £|S ^, 

^a|ao|^£o|| u|sH <£do| § iJoMxi s># oH^I- Ws| 

^AH 0 | ofsHxjc^ ci^Ol gCi 7|-50|| #CH7^ £5|0| ^£|SL|^ S^f^l 

»jcHu|. ^x|^oj =^£=§o|| §o|^7)| SJ^*W S^|s^ 

aioI ci § ^o)^ ^ SJ^ 7^o| SU^K 

Xh#^S| *)|2E^ 7hgg§0)|Ai -ysjAHg ^ 0 |7| £|eH 

30 7|-§ Soil Hs^-S-S c r -s °e^S r Il o|# x-)|7-|sp| ^|*K*| ^x|g§ 

# ^oH^I HcK zieHuh o|£|- aol fe^l^S* *WI ^^Pr ^^W, £ 
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x[fls4t 7|c||sp|7|- o]&n HcK vl[z[M , ^fi- it||^A|^x| Mcfe 

^ Si °j£J£o| ^x|# §7|-3|-oi sa| ^-sal (poly-alloy) ^-E # 

a| H?!!H(poly-blend)^EHm a^§|~^ a|-if5|s|-cl-. 

4J-7| Ma|«s!l=# c r# ^*|s| 5!«HS ^-§-£ mi^l 

^x|ah ^S-^ol sioMI #sixph l^js^l aWl= ^ tH«H£r stl 

^A|^X| x(-*«7^ ^££J MH£ SI l||^S^o|| g£jo| §1 

olo^ mn\ #A|o|| f ^x|*j^|2| ^aiao|-&i» ^ejQj*^g «>^a| 

7|-^ ^ a^sjoj s al-7 1- 2i<Ho|= eJ-cK 

Ell^Al^xloil 0f|i!aj!-0|-Hi!^r*l# S^hc- fi||^A|^x|o|| 
M ijj-aj 0)1 A-| Sh^SH Sm^Ol ^§S^| Q>-g- 0|-#-fe-, A^-§-H|^ 0||g 

eh o| ^SfihS fi||^A|^x|oj| ti-y #7^s r 7| nflS-o|cK 

u^go||AH A^£l o]| ^sn-oj-al^^l-^ -g-Xrir'Ol 20000-500002J 3d 

onggflal- o[3.M^\7[ zj-zf 50-80%, 50-20%l!"Tr£! o| dj-BrSjsl-cl-. 
o|-Hl!^x| ?[ 20%o|E}°3. I^ttS § ° ^S^I-71- °}S\H t uj-cHS 80%0|^ £j 
7 |.^ g° ° £ |2o|-E£7|- ^o^ g*[^o| l-^hi-xI-^- -g-Ai|7(- Si7| riH-g-o|ch oil 
gSil-ol-H^^xlol U^-Sr fi|| ^a|4?x| o|| q|S|| 5-1 5phr(parts per hendred resin: 

lOOStHfif ^7^1^ Sf) oj 3do| BHfs|*^K 0)11^-0^1^x1 7 h 
5phr a|°j-o| s|E £°|^*{-ah sh|-7|- 2121, ej-qs 15phr o|ajoIS, uH^S^ol 
■aolx|7|| sch L||Ss.^o| c jcHx|-^ ol-ff-fc- <&5.g. a|-§£|-^ a|EHf2| §^ 3 
g£{o| E]-^2(. ^p-AHSJ e|-^|-^^s|-U-#o| KI-g-cHI, <=}±2.[ ^±°}°s. =! 

f5£ ^AH£j 0||lS!^X|fi|- ^-X^^O^ ^A^Oi OH^gl-O|-ai^X|0|| fi| 
SMf^r §¥SKH ^-g-0| gJO|u|.7| (I||-S0|CK 

§7W|o| 0^° AI7^A| D|^A|^X|2F Zl Sr^^^J H^D|| 0| B. %^3\ 
2o^A|?|^ ^0|CK ^ ^CH|Ai A|-#oh ^7W|oj oj/4_o)|^E||S°| ^ 



^CT/KR 0 0/0129 



7 

S2# ^St^K 

£2^ o|>4_o||^E-j| = °| £-XRi£E# ^Emife 7^£1, °J^-oj|^E||=s| 

^Aj 7 |^ £- £-A>°| ^£Ia|-S^ ^0| Ci 01-^ g^Sfe- 

o|aj._o||^e|| ea| *PHr-B Q||^a|^x| qu| o.5-3.0phr^ ^7h*|--& 3d 
o| tJHfs|s|-DK °l>4-cHI^E|| es| S7|-i*o| 0.5phr o|s|-7|- .SJS, S,^ 5: 

S<Hx|b| 3.0phr o|^o| s|g §7^o| #7|-cH| cc|-# S2h7h SlcHx|7| ttH-E- 

o| cK 

10 ^o|Oj|A^ 2||^A|^X|°| El-S* fiSfSPI fl*KH 2||^A|^X|0)| o|ai- 

1^a|^ ^ si^. o||i!ay-ohai!^x|^ °J^I^E|2t £tWH m 

^A|^X| X|-*||S| -?fa|SO|g5E7|- ^5^f2 0| 9.[ o|>4_^|^E|| s °| 0|§ 

15 « ^ 5i^t e!^. 

ah Di-xpF ci g 7 hack 

ya^n|^x|o| *j7HF-g- 21I^a|^x| H-Bt qu| 2-15phr S7|-Sc|-. o| ecu 

20 Q||^a|^x| cho| 2phr0|s|-^ ^*l=l^o| S ^o|| ^5>^§o| f>o(- 

Ssl-fe- ^« *|-Ja*l-7| o|^7H| s=|:n, elms I5phr o|a^ g^oiife- 2|- 

^ §7ho)| o|sH gsWI a^^o| H j§og n|°|#°| -g-e-l^ m^o\ >4£ °*°t# 

□|*|7| CLH^OII b^2l§hX| g^cK 

^?|°| -x|s.QHo|| Qj §7F£|-^ #1J^^ M^olSJ- *}E.\?\7[ ?lcl. 
25 3£0|g- ^B|?h& ^a-|S| lH^ah ofc^ # o| Sl) g 7 |-£lcK gSOlih aj E | ? ^o| g 
7^-8- fi||^A|^x| tJ-if qui i0-20phr o| uH^^ch #so|i|- ^E|?|- IMfo| 
10phr o|*|-7|- s|a, s-^o| snojAi l|| ai£ -g^i. ^2^, eJ-cm 20phr o| 

a^o| s|a f-°'lMroi| u|eH ufjAiAH %tMiLHij[ nHS0|cK 

o|-sho||Ai^ $ ^°|°| -x|§qtj# o|§& ^x|n|s^m h o| AH|=sygo|| q 
30 §hoi ^^°hc|- 

^ ^A|n|^^mh^ ] o|-o4 iJ o^o^£^^eha|| 3.^Q\\o\^x]s.\ 
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missel-. 

3^d||o|e g a^oh £l£|^ ^x\n\°\°\ Zd^^^l^ 2.0-10.O/m3. 

L(|A|AHH|. LH?j^# «ffi*|-7|7|- Oj^Jl, 10/fln ffll-c- =|°t^| #7|-0i| cc|- 

ah 0 | *|*|-s|7| ciH^olcK 

^-x\^o»um^-°\ ±:^-^E.^r ^£h^£(MT-Metal Temperature)7| 
160-250'cS| bl-a-sia-cil, ^^.§£71- 16CTC 0\i\?[ 

gs^hgOl f^SW ^^Oi I_(|AIAH qj l|]o*S.£0| X|*|-S|ft| 
250 °C 0|At-o| gs^uj-g-E 0|Ak ^(Huhx| sti «fj £^0| ^°}# H7| 

tl-S, S^l s|*i- ^neilol. 

(P.U.R)0]| #sjAi EBii^QlS(T.F.R)^. SAh* CH^.£|H|0|Ei#(A.p.R)o||AH i|g 
» ij-nhoii -^-sj^ ^| S^o||a-| a2*|-o^ S-^si-b gJ-£o|c|-. o| 

*fe ^doi 7^^ck 

^ 0|eH# §7| uHf*l& ^JA|o^|# ^|A|S(-cK n 

AJA| 01|1 

^g^x^ol 50,000°! E)mA|^x|o)| £ SWI ^Ai ^x|# 5phr 

^ ^Jgol 20nm°] #mo|^ -ya|7|-S I5phr, 2phr §f§ ^^l 
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1T0| 30g/m2£j 5P|o|-oi §J o[oi t^£§&&4*0|| asofl o\E.X\s\9 ©h^L & 

S Elel c|-# ^m^£7|. 1 90°C^| XI ^■^•Zjiol-o^ e|hj-£!s^I|7|- 3/oti°J 

Ap| SggSlSgofl, oUSffl^xl m o|-ai^x|o| b|#o| 80:20^ oj|l 
s}l-o|-ai^x|# S|-7| S1H|- H--B IMF^S. £&*K>1 ^X|-g.QH# ^, 
20-3Og/m 2 s| o^£^f^ir°S. Egsf2 100mg/m 2 £| .H£D||o|m*Ha|# °[ 
£^o]| ai-7| ^x|§qws f3§^°^ Ei5f2, ^-&S£7h 190°C£|X| 

tPIS o|#§Foi S7^«cK g7|# A|gg. S9§ 95mm = 

It^W 50mm, £0| 25mm£] S# 500*1 2>0| §4*^ 

•^■E- A|goi| H|-gcHI W s|-7|fi|- ^o| S7I-SF21, zl o|-sH 

S101I u|.E|-LHsach 

@ : y-^njsjol *j*|| A|g °j3i 5% o|§h 
0 : ^■•aej^ol A|g^w qa| 5-30% o\s[ 

□ : uh§ ^^2H0| 2*|| o^w qjb| So-50% o|s|- 
A : ^S^Ol A|g oj*j q|H| 50-100% 0|S|- 

se&, 7^^ ssias,^ §7^# $\m ^7ixi s.=* ^. "i^i 

= g&S 95mm £. §Eh*|-»| 3]g 50mm, feo| 25mm Si 3§ xil^E]- c|- 
# £0| 25mm §a|^o| =^^1 E||o|=# #o^A-j ^xpF ^a|s^ 

°M ^01X1, 2*|-H = -fe 50 °C, 10% 7^^c|-g-oijoj| 3^7} if^f 7|-5|- 

0=| Al|Sj£h ^ 1^21" SH^WI S7^M ^Sfe- ^0|CK Zl C^, cdjoj^AH^. 
3p|2|- ^-g- 7|$0|| CCl-S-h @7|-S^, ZL 9^A| £-|0)| M l4E|-LH & C|-. 

© : afalS ^*!o| 0% 
0 : s^aiS! 1-5% 

□ : H^ais S^jol 5-10% 
a : ^alS ^^o| 10-20% 
x : ^£|£! £*|o| 20% o|^ 

lH°J^S7^ £S7|- °>1Hjr ^fls| 95mm ^ ^§ 
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50mm £0| 25m m^j S« flWKl, o. 3?W E^si 25ml¥2J& 
c^s. ^Eho|o)| " 0 "gfi a *|o|| ^BIBS §2 JZigsKM 

*ISMt2| ^«cK LHoj^§7hO)| A[§g #OH° 37|-X| g-ff 

S o^^til, AE^s| a^h|^ ^gflBMfoil 5%^S «■■*!■ # OJ l 

5 S A^^«H°i, BEh^'€- #^ a^§£|^ ^gflBMfoil 0.2%±^§ sow 

« A^^woc*), CEh^jB DfllhS^ S7h*l|7|- ^£I^Tf« ZICHS ^-g 

o^-^c-il, £PI CEl-^sl Sg-E- ° 2^1^85% + D||lhSl4% + 7Ho|£460ppm 
^ Cl-20ppm0| 

EE°h §1«§£J *HS*PI fl*H, §7|m 

10 s| #tit g>£^ o|a| o|#s^cK <&®sq 

a+ai- Ml EMS zl a 1011 u^msicK @7p|^-& §1-7|£(- ^ 

© : atessaoi 2*11 a is 3*1^1*1 5% ois(- 

15 0 : Hijg ^-Agcijxjol *j*ll a|3 gsjqjul 5-30% o|«|- 

a : BH§ ^-Ayaj^ol £j*il A|g q|u| 30-50% 0|*h 

A : SijS ^■•^°j^O| 51*11 A IS S^l 3|tJ| 50-100% 0|s|- 
X : 21 § ^ 
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o| okstuj^oii n\m Ms^i-aspi- ^eh-hs*^. 4PI 220]^ &{- ^ ?i-E ^21- 

2fo|, °J>4o||^E)| s Ij-ifol ^ 4j-S°| 0.5-3.0phr S*IM|o|| g^, 7|-g^ 

£ n|m*i- g 0 | SbA^oHcK ZlEHl_h, °l£40l|^E|| e ^stO| 3.0phr # S2|-*|-7H L-|. 

0.5hr □! °>°J S °, zj- SBS^WI ?icHAi, g SfS^oil b|5|j go^lfe 5)5 aj- 
oji^etj-oi-ai^^l* ^&^7i-s|-ej, *p|«> -i!A|of|2f ao| 21^ 0)|^B|| oil 

ia||-0^1^^|# §7|-°[ ^0)1 b|*H, ##0|Ako| s^7h 5i # 
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^S|«^SI*| : 
[S^S- 1] 

(i) ^Si* ^Hro| 25000-50000°] d|^A|^x|o| ^Xi|^QH ; 

(j) -fePI ^*U-§-°!jo|| qsH 2~12phr£| iBpJ^I; 
5 (k) ^*l|-&a|o|| cHsH I0~20phr£| SSOlS" ^^l^hS 2»*U, 

01 7 1 o|| 

(1) £-*Hfo| 20000- 5000001 H, o||ejt!!ji|- o|-hSt*|7|- z+*t 50-80%, 
50-20% o||^Bji-o|-31^x|# £p| ^|#oho|| CH^H 

5~15phr; ZLSII1/ £J-7| ^*l|§°!joi| o.5-3.0phr°-l 

10 o)| E|| e ;# 5fj-3^0l 

0|^-OHX|-^ X|-#*h ?iSga§ ^X|H|^#°| Xi| iCH| A^H|-^ ^X|§QH 
[S^m 2] 

o|-°* o\oi oi.^o| £=g yoj^o|o,| 3 ^D||o| e n\cn ^a|£| s°j 
flaiaeoil ?Jo1aH, 

15 On) &*HTO| 25000-50000?J ^-§-4 H JH|^a|^x|s| ^^|-§-°ij; 

(n) ^7| ^xil^oijoji q) B[ ) 2 ~12phrs| ffljah5J^x|; 
(o) -fePI ^*H-§-^jo|| qjsH 10 ~20phra| S^o|§^ *|£|?h6 it^2, 
ol 7 1 0|| 

(p) -g-^irol 20000- 50000O| JH, oil^e^Jih o|-aa^xph zj-zj- 50-80%, 
20 50-20% ItffS! ^g-y oilgBji-o^^^^lS ^7 1 ^.x-hs-ohoii qsH 

5~15phr; ^7| ^^i^ohoii ch^h o.5-3.0phrS| °!>4_ 

o]|E||s;S Bm°l-01 o|^.(H£! ^x|§qH- 
■fe*7| H^.D||o|E. *1E|£! a^aS^oll £S*|-oi ^X|H|D!-o| * n|a| ^|7|- 
2-10/zm £J 3d# ^321 ^x|n|-a^nK 

25 

o|-9j ££-b o|-°j fj-^ol y°j&eH>l| H^D1|0|H h| ej- *|a|=i &<gx\ 

^aoii 9io\M, 

M\ 1 °h°| ^XlSl^gOH^ ££5^1 1 60-250 °CS| So |-01 H|°| 

2| ^|7|- 2-l0/zn,7|- ofe ^X|=|^EWI# If^ ^« IS°S sH= 
30 9jSga§ ^X|3|*&#2| X||3E^g. 
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ABSTRACT 

The present invention relates to a resin-coated steel sheet for fuel 
tanks of an automobile and a resin solution used for the same. The resin 

5 solution of the present invention comprises (a) a main solution of water 
soluble phenoxy resin having a number average molecular weight of 25,000 
to 50,000; (b) 2 to 15 phr of melamine resin on the basis of the main solution; 
(c) 10 to 20 phr of colloidal silica on the basis of the main solution, and (d) 
water soluble ethylene-acryl resin containing 50-80% of ethylene and 50-20% 

10 of acryl resin and having a molecular weight of 20,000 to 50,000, in an 
amount of 5 to 15 phr on the basis of the main solution; and/or 0.5 to 3.0 phr 
of phosphate-ether on the basis of the main solution. The resin solution is 
coated on a cold rolled steel sheet plated with zinc or zinc alloy over which a 
chromate layer films, and then dried at a local temperature of 160 to 250 °C 

15 to prepare a resin-coated steel sheet for fuel tanks of an automobile. 



